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JEWELRY & ENAMELING

PROCESSES

Holding the

Draw

Tongs

Drawing

Annealing

Stretching
to

Straighten
Lengths

of
Wire

Hold the draw tongs with the loop of the
handle down as shown in Fig. 22.

DRAWING THE WIRE

Grasp the point of wire which extends through

the hole firmly with the draw tongs.

Draw the wire through the hole; the wire must

come through the hole to the worker in a

straight line; if drawn at an angle the edge of

the hole in the draw plate will make nicks in

the wire.

Continue to draw the wire through successive

holes until it is the desired size.

Change the shape of the wire by drawing

through holes of the desired shape.

Anneal the wire after it has been drawn through
five or six holes as the drawing has made the
wire hard and brittle.
Anneal the length of the wire to straighten.

^ Place one end of the wire in the jaws of the vise.
Hold the other end with the pliers.
Pull the length gently.
Rub the wire over the edge of a bench pin.

TUBE DRAWING

Tubes can be made from strips of sheet metal which are drawn
through holes in a steel draw plate to form the desired size and
shape.